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© Polylmide having a thermal dimensional stability. 

© The present invention provides a copolyimide characterized in that the copolyimide contains units repre- 
sented by formulas (I) and (II) 
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(wherein R 0 represents an aromatic tetracarboxylic residue). 
O The polyimide has excellent thermal dimensional stability, and can be fabricated by using conventional 
r% inexpensive materials. 
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Polylmlde having excellent thermal dimensional stability 



The present invention relates to a polyimide resin known as a heat-resistant resin and. more particu- 
larly, to a novel copolyimide possessing excellent thermal dimensional stability and mechanical properties. 

Polyimides are well known as polymers having excellent heat resistance. These polymers also have 
good resistance to chemicals, as well as having good electrical and mechanical characteristics. A typical 

5 polyimide is a polymer prepared by means of condensation polymerization, using 4.4'-diaminodiphenyl 
ether and pyromellitic dianhydride. and which is commercially available in quantity. This polymer is used as 
an electrical material requiring heat resistance, such as a flexible printed circuit board. Although the 
polymer has good mechanical characteristics such as high tensile properties, its thermal dimensional 
stability is poor (linear thermal expansion coefficient: 3 x lO'^C" 1 ). which leads to problems such as 

;o warping and curling of flexible printed circuit boards. A flexible printed circuit board comprises a polyimide 
film and a metal laminated thereon. Since the linear thermal expansion coefficient of the metal is less than 
that of the polyimide film, warping and curling occur due to changes in temperature during the fabrication 
and subsequent use of the flexible printed circuit boards. 

Another problem caused by poor thermal dimensional stability of polyimide is warping or curling of a 

is magnetic recording material. A recent high-density magnetic recording material is fabricated by depositing 
a metal on a base film. Since metal deposition is performed at a high temperature, a heat-resistant polymer 
such as a polyimide should preferably be used as the base film. However, since the linear thermal 
expansion coefficient of the polyimide film is greater than that of the metal, undesirable warping and curling 
inevitably occur. 

20 Since polyimides have good heat resistance, they receive a great thermal influence. Consequently, 
demand has arisen for the fabrication of a polyimide which possesses excellent thermal dimensional 
stability. With the advent of electronics, in particular, demand for such has only become stronger. 

Examples of a polyimide having excellent thermal dimensional stability are disclosed in Japanese 
Patent Disclosure (Kokai) Nos. 61-158025. 61-181828, 61-241335, and 61-264028. In the polyimides 

26 disclosed in Japanese Patent Disclosure (Kokai) Nos. 61-158025 and 61-264028. biphenyltetracarboxylic 
dianhydride and pyromellitic dianhydride (the latter is used if necessary) are used as tetracarboxylic 
dianhydrides, and paraphenylene diamine and 4,4'-diaminodiphenyl ether (the latter is used if necessary) 
are used as diamines. These materials are polycondensed to obtain the above polyimides. The polyimide 
disclosed in Japanese Patent Disclosure (Kokai) No. 61-181828 is prepared by using a specific heterocyclic 

30 diamine (e.g.. 2.5-diaminopyridine) as diamine and polycondensing it with an aromatic tetracarboxylic 
dianhydride. The polyimide disclosed in Japanese Patent Disclosure (Kokai) No. 61-241325 is prepared by 
using 9.9-bis(4-aminophenyl)anthoracene and paraphenylene diamine as diamines and polycondensing 
them with biphenyltetracarboxylic dianhydride as a tetracarboxylic dianhydride. These polyimides are 
prepared by using expensive compound materials such as biphenyltetracarboxylic dianhydride. heterocyclic 

35 diamine, or 9,9-bis(4-aminophenyl)anthoracene. 

It is an object of the present invention to provide a polyimide which has excellent thermal dimensional 
stability, and which can be fabricated by using conventional inexpensive materials. 

It Is another object of the present invention to provide a polyimide having excellent thermal dimensional 
stability and mechanical properties. 

40 It is still another object of the present invention to provide a polyimide which has excellent mechanical 
properties and is free from warping or curling when a film composed of this polyimide is bonded to a metal. 

According to the present invention, there is provided a copolyimide characterized in that the 
copolyimide contains units represented by formulas (I) and (II) 

45 
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(wherein R 0 represents an aromatic tetracarboxylic residue) and is prepared by use of a method character- 
, 5 ized by including the steps of: 

(a) synthesizing an amic acid prepolymer of acid anhydride group terminals or amino group 
terminals, by causing an aromatic tetracarboxylic dianhydride to react with a diamine containing 4,4'- 
diaminophenyl ether and/or paraphenylene diamine at a non-equimolar ratio; 

(b) synthesizing polyamic acid having units represented by formula (III) and (IV); 



25 




(III) 



30 

by using the amic acid prepolymer as part or ail of the diamine or the acid dianhydride; and 
(c) dehydrating the polyamic acid to synthesize the polyimide. 
An example of a copolyimide of the present invention is one prepared by means of a method which 
employs the step (a) of synthesizing an amic acid prepolymer of amino group terminals by using a diamine 

35 in a molar ratio of more than 1 with respect to an aromatic tetracarboxylic dianhydride. For example, 10 to 
90 mol% of aromatic diamine (A) with respect to the total diamine is caused to react with 40 to 99 mol% of 
an aromatic tetracarboxylic dianhydride. with respect to the aromatic diamine (A) in an organic solvent, to 
obtain the amic acid prepolymer of the amino group terminals. 90 to 10 mol% of aromatic diamine (B) with 
respect to the total diamine is added to the amic acid prepolymer solution, and the aromatic tetracarboxylic 

40 dianhydride is added thereto in such an amount that the total diamine is equimolar with the total aromatic 
tetracarboxylic dianhydride, whereby copolyamic acid is obtained. 

The copolyamic acid solution is casted or coated to form a copolyamic acid film. The film is then dried, 
and the copolyamic acid is thermally or chemically dehydrated to ciose the ring (i.e.. conversion into an 
imide). In this way, a copolyimide excellent in dimensional stability and mechanical properties is obtained. 

45 Both 4,4'-diaminodiphenyl ether and paraphenylene diamine are used as indispensable amine compo- 
nents. Diamine (A) or diamine (B) can be 4,4'-diaminodipheny ether or paraphenylene diamine, or a mixture 
thereof. Although it is preferable to use 4.4'-diaminodiphenyl ether and paraphenylene diamine for the 
diamine component, other amines may be used together with these indispensable amines. When other such 
amines are used, it is desirable to use 4.4'-diaminodiphenyl ether and paraphenylene diamine in an amount 

50 such that the content of monomer units represented by formulas (I) and (II) falls within the range of 50 wt% 
or more, preferably 80 wt% or more, and more preferably 90 wt% or more in the polyimide molecules. 

Another example of a copolyimide of the present invention is one prepared by means of a method 
which employs the step (a) of synthesizing an amic acid prepolymer of acid anhydride group terminals by 
using an aromatic tetracarboxylic dianhydride in a molar ratio of a more than 1 with respect to a diamine. 

55 For example, an aromatic tetracarboxylic dianhydride is caused to react with aromatic diamine (A) in an 
organic polar solvent at a mole ratio greater than 1 , thereby to obtain an amic acid prepolymer having an 
acid anhydride group at its terminals. Subsequently, aromatic diamine (B) is added to this solution, in an 
amount such that the total diamine is equimolar with the aromatic tetracarboxylic dianhydride. and reacted 
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to prepare copolyamic acid. Following the same procedures as described above, the copolyamic acid film 
is produced. The film is then dried, and the copolyamic acid is thermally or chemically dehydrated to close 
the ring (i.e., conversion into an imide). In this way, a copolyimide excellent in dimensional stability and 
mechanical properties is produced. Both 4.4'-diaminodiphenyl ether and paraphenylene diamine are used 

s as indispensable amine components. Diamine (A) or diamine (B) can be 4,4'-diaminodipheny ether or 
paraphenylene diamine, or a mixture thereof. Although it is preferable to use 4.4'-diammodiphenyl ether and 
paraphenylene diamine for diamine component, other amines may be used together with these in 
dispensable amines. When such other amines are used, it is desirable to use 4, 4'-diaminodi phenyl ether 
and paraphenylene diamine in an amount such that the content of momoner units represented by formulas 

ro (I) and (II) falls within the range of 50 wt% or more, preferably 80 wt% or more of such amines, and more 
preferably 90 wt% or more in the poly imide molecules. 

In the polyimide of the present invention, the repetition unit based on paraphenylene diamine 
represented by formula (I) and the repetition unit based on 4,4'-diaminophenyl ether represented by formula 
(II) are regularly and uniformly distributed in the molecular chain. As a result a polyimide excellent in 

ts thermal dimensional stability and mechanical properties can be obtained. The polyimide of the present 
invention is excellent in thermal dimensional stability and mechanical properties as compared with a 
copolyimide prepared by random polymerization, using paraphenylene diamine and 4,4'-diaminodiphenyl 
ether as diamines, or a mixture of a homopoiymer of a polyimide prepared by using paraphenylene diamine 
as a diamine and a homopoiymer of a polyimide prepared by using 4,4'-diaminodiphenyl ether. The 

20 polyimide of the present invention has an elongation of 20% or more for a linear thermal expansion 
coefficient of 2.5 x 10~V°C or less (at 50°C to 300°C), preferably 40% or more for 2.0 * 10"V°C or less, 
and more preferably 50% or more for 1.5 * 10~V°C. Further the polyimide of the present invention has an 
appropriate modulus. 

Poly am ic acid and a polyimide which are prepared in the case of the present invention are polymers 
25 having the following repetition units. 



30 



35 



40 




(VI) 

45 

(wherein each of R, and R 2 independently represents a diamine residue selected from 4 f 4'-diaminodiphenyl 
ether and paraphenylene diamine. Ro represents a tetracarboxylic residue, and each of m and n indepen- 
dently represents a positive integer). 

so The values of m and n are preferably constant throughout the molecular chain. In particular, when an 
amic acid prepolymer of the acid anhydride group terminals is used, n or m can be set to be 1 throughout 
the entire molecular chain. The resultant polyimide is excellent particularly with regard to its mechanical 
properties. The molecular weight of a copolyimide of the present invention is not limited to a specific value. 
In favor of physical properties, however, the number average molecular weight preferably falls within the 

55 range of 50.000 or more, more preferably 80.000 or more, in particular 100.000 or more, and most 
preferably 1 20.000 or more. 

Indispensable aromatic diamine components used in the present invention are 4,4'-diaminodiphenyl 
ether and paraphenylene diamine. 

4 
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The molar ratio of 4. 4'-di ami nodi phenyl ether to paraphenylene diamine falls within the range of 1 9 to 
9/1. preferably 1/7 to 7'1, and more preferably 1/4 to 4/1. 

Examples of the aromatic tetracarboxylic dianhydride are pyromellitic dianhydride. 3,3\4.4'-biphenyl- 
tetracarboxylic dianhydride. 3.3*.4,4'-benzophenone tetracarboxylic dianhydride. naphthalene- 1.2. 5.6-dian- 
5 hydride. These aromatic tetracarboxylic dianhydride components can be used singly or as a mixture. 
Among these tetracarboxylic dianhydride. pyromellitic dianylhydride is preferred. 

It is desirable to use pyromellitic dianhydride in an amount such that the content of pyromellitic 
dianhydride in the total tetracarboxylic dianhydride is 50 wt% or more, preferably 70 wt% or more, and 
especially 90 wt% or more. In addition to the abovementioned diamine components, use can be made of 
;o other diamine compounds represented by the following formula: 
H,N-R-NH* 

(wherein R is an organic group having a valency of 2) Examples of these diamines are 4.4'-bis(4~ 
aminophenoxy)biphenyi. 4,4'-diaminodiphenylsulfone, 3.3'-diaminodiphenylsulfone. bis[4-<4-aminophenoxy)- 
phenyljsulfone, bis[4-(3-aminophenoxy)phenyl]sulfone. bis[4-(2-aminophenoxy)phenyl]sulfone, 1 ,4-bis(4- 

75 aminophenoxy)benzene. 1 ,3-bis(4-aminophenoxy)benzene. 1 ,3-bis(3-aminophenoxy)benzene. 1 .4-bis(4- 
aminophenyl)benzene. bis[(4-aminophenoxy)phenyl]ether. 4.4'-diaminodiphenyl methane. bis(3-ethyl-4- 
aminophenyl)methane. bis<3-methyl-4-aminophenyl)methane. bis(3-chloro-4-aminophenyl)methane, 3.3'- 
dimethoxy-4,4-diaminodi phenyl. S.S'-dimethyM.^-diaminobiphenyl, 3.3'-dichloro-4.4'-diaminobi phenyl. 
2.2 , .5.S'-tetrachloro-4.4'-diaminobiphenyl. 3. 3'-dicarboxy-4,4'<fiaminobi phenyl. 3.3'-dihydroxy-4,4'-dia- 

20 minobiphenyl. 4,4*-diaminodiphenyisulfide, 3,3'-diaminodiphenyl ether, 3. 4'-diami nodi phenyl ether. 4.4'-dia- 
minobiphenyl, 4,4'-diaminooctafluorobiphenyl, 2.4-diaminotoluene. methanolic diamine. 2.2-bist4-<4- 
aminophenxy)phenyl] propane. 2.2-bis[4-(4-aminophenoxy)phenyl]hexafluoropropane, 2.2-bis(4- 
aminophenyl)propane. 2.2-bis(4-aminophenyl)hexafluoropropane. 2,2-bis(3-hydroxy-4-aminophenyl)propane, 
2,2-bis(3-hydroxy-4-aminophenyl) hexafluoropropane. 9.9-bis(4-amlnophenyl)-10-hydroanthoracene. and or- 

25 thotolidinesulfone. In addition, some multivalent amine compounds such as 3,3\4,4'-biphenyltetraamine. and 
3,3\4,4'-tetraaminodiphenyl ether can also be used. 

According to the present invention, a method of adding monomers for polymerization is most important. 
When the amic acid prepolymer of amino group terminals is used as an intermediate, the amount of 
diamine (A) used in step (a) containing 4.4'-dlaminodiphenyl ether and/or paraphenylene diamine fails within 

30 the range of 10 to 90 mol%. preferably 15 to 85 mol%. and more preferably 20 to 80 mol% with respect to 
the total amount of diamine component. 40 to 99 mol% of the aromatic tetracarboxylic dianhydride with 
respect to the amount of diamine (A) is caused to react therewith, to obtain an amic acid prepolymer of 
amino group terminals. To the amic acid prepolymer solution of the amino group terminals. 90 to 10 moi%. 
preferably 85 to 15 mol%. and more preferably 80 to 20 mol% of diamine (B) used in the step (b) with 

as respect to the total diamine amount and the aromatic tetracarboxylic dianhydride in an equimolar amount to 
the total amount of diamine are added and reacted therewith, to prepare copolyamic acid. When the amic 
acid prepolymer of acid anhydride group terminals is used as an intermediate. 50 to 90 moi%, preferably 
50 to 87.5 mol%. and more preferably 50 to 80 mol% of diamine (A) used in step (a) containing 4.4'- 
diaminodiphenyl ether and/or paraphenylene diamine, with respect to the amount of the acid anhydride 

40 used in the step (a), are added to the aromatic tetracarboxylic acid dianhydride. to prepare an amic acid 
prepolymer of acid anhydride group terminals. Diamine (B) used In step (b) is added at an equimolar ratio 
to the acid anhydride in the prepolymer solution, so as to obtain copolyamic acid. 

Examples of intermediates such as amic acid prepolymers of the amino group terminals and the acid 
anhydride group terminals are compounds represented as follows: 

45 
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(wherein R 0 is as defined above.) 

The intermediate may be polyamic acid having a low molecular weight having the amino or acid anhydride 
25 group terminals. The number average molecular weight of the amic acid intermediate is less than 
copolyamic acid as the final product, and is preferably 20,000 or less, and more preferably 10,000 or (ess. 

Examples of the organic solvent used in the reaction for producing copolyamic acid are a sulfoxide 
solvent (e.g.. dimethylsulfoxtde or diethylsulfoxide). a formamide solvent (e.g., N.N-dimethylformamide or 
N.N-diethylformamide). an acetamide solvent (e.g., N.N-dimethylacetamlde or N.N-diethylacetamide), a 
30 pyrrolidone solvent (e.g., N-methyl-2-pyrroiidone or N-vinyl-2-pyrrolidone), a phenol solvent (e.g., phenol, o-, 
m-or p-cresol, xylenol, halogenated phenol, or catechol), and an another organic polar solvent (e.g., 
hexamethylphospholamide or -rbutyrolactone). These organic solvents are used singly or as a mixture. In 
addition, an aromatic hydrocarbon such as xylene or toluene may be added to the solvent. 5 to 40 wt%. 
preferably 5 to 30 wt%, and more preferably 5 to 25 wt% of the copolyamic acid are dissolved in the 
35 solvent when handling is also taken into consideration. 

The reaction temperature falls within the range of 0 to 100°C. preferably 5 to 80°C, and more 
preferably 5 to 50 °C. 

When the amic acid prepolymer of the acid anhydride group terminal is used as an intermediate, the 
reaction temperature is preferably 30°C or less and more preferably 10°C or less. The reaction time falls 
40 within the range of 10 hours or less, preferably 5 hours or less, and more preferably 3 hours or less. 

A poiyimide can be derived from the resultant copolyamic acid, by use of one of the following two 
methods: 

(i) Thermal dehydration and closing the ring (conversion into an imide) 

(ii) Chemical dehydration and closing the ring (conversion into an imide). 

45 According to method (i), a copolyamic acid solution is casted and dried on a support body such as a 
support plate, a heating drum, or an endless belt, thereby to obtain a self-supporting film. This film is 
gradually heated to a temperature of about 200 to 500°C. and preferably 300 to 500°C, to obtain a 
poiyimide film. 

According to method (ii). a dehydrate such as acetic anhydride and a tertiary amine such as pyridine, 
50 pycoline, or quinoline are added to a copolyamic acid solution. Thereafter, a poiyimide film is formed 
following the same procedures as in method (i). When the self-supporting film is to be heated, it may be 
held on the support body or peeled off therefrom. In the latter case, if the edge of the film is fixed and the 
film is heated, a copolymer having a low linear thermal expansion coefficient can be obtained. When the 
method whereby the copolyamic acid is thermally converted into a poiyimide is compared with that 
55 whereby the copolyamic acid is chemically converted, the chemical method is superior to the thermal 
method, from the viewpoints of mechanical properties and the linear thermal expansion coefficient 

The copolyimide of the present invention has good thermal dimensional stability asjvell as good 
mechanical properties. More specifically, the linear thermal expansion coefficient is 2.5 x 10~ 5 or less, and 
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an elongationis 20% or more. 

In addition to its thermal dimensional stability and mechanical properties, the copolyimide of the present 
invention has a proper modulus. As a result, the copolyimide film can be used effectively as a film-like 
flexible printed circuit board, a magnetic recording material (especially perpendicular magnetic recording 
5 material) such as a magnetic type and a magnetic disk, and as a passivation film for ICs. LSIs. solar cells, 
and the like. 



Example 1 

w 

10.31 g of 4,4-diaminodiphenyl ether (to hereinafter be referred to as ODA) were charged in a 500-ml 
four neck flask, and 145.00 g of N.N-dimethylacetamide were added thereto to dissolve the ODA. 
Meanwhile. 16.90 g of pyromellitic dianhydride (to hereinafter be referred to as PMDA) were added to a 50- 
m l eggplant type flask and were added in solid form to the ODA solution. The PMDA attached to the inner 

75 wall surface of the 50-ml eggplant type flask was dissolved in 10.00 g of N.N-dimethylacetamide. this 
solution was poured into the reaction system (i.e.. the four-neck flask), and the mixture was stirred for one 
hour, to thereby obtain an amic acid prepolymer of acid anhydride group terminals. 2.79 g of para- 
phenylene diamine (to hereinafter be referred to as a P-PDA) were charged in a 50-ml Erfenmeyer flask, 
and 15.00 g of N.N-dimethyleacetamide were added to dissolve the P-PDA. The resultant solution was 

20 added to the reaction system (i.e.. the four-neck flask), whereby a copolyamic acid solution was obtained. In 
the above reactions, the reaction temperature was 5 to 10°C, with dry nitrogen gas being used to treat the 
PMDA was gas and to fill the reaction system. 

The polyamic acid solution was casted and coated on a glass plate, was dried at about 100°C for about 
60 minutes, after which the resultant polyamic acid film was peeled off the glass plate. Thereafter, the film 

25 was fixed in a frame and dried at about 100°C for 30 minutes, at about 200°C for about 60 minutes, and at 
about 300°C. again for about 60 minutes. The film was dehydrated and subjected to ring closing, resulting 
in a polyimide film having a thickness of 15 to 25 urn. 

The linear thermal expansion coefficient, the elongation break, and the modulus of the film are 
summarized in Table 1. Note that the linear thermal expansion coefficient was obtained at 200°C. 

30 

Example 2 

A copolyimide film was obtained following the same procedures as in Example 1 , except that 8.07 g of 
35 the ODA. 17.58 g of the PMDA, and 4.35 g of the P-PDA were used. The properties of this film are 
summarized in Table 1 . 



Example 3 

40 

4.35 g of P-PDA were charged in a 500-ml four neck flask, and 110.00 g of N.N-dimethylacetamide 
were added to dissolve the P-PDA. 17.58 g of the PMDA were charged in a 50-mt eggplant type flask and 
was added in solid form to the P-PDA. The PMDA attached to the inner wall surface of the 50-m t eggplant 
type flask was dissolved in 10.00 g of N.N-dimethylacetamide. and this solution was poured into the 

4s reaction system (i.e.. the four neck flask). The resultant mixture was stirred for one hour, to obtain an amic 
acid prepolymer of acid anhydride group terminals. Meanwhile. 8.07 g of the ODA were charged In a 100- 
m t Erlenmeyer flask, and 50.00 g of N.N-dimethylacetamide were added thereto to dissolve the ODA. The 
resultant solution was added to the reaction system (i.e., the four-neck flask), whereby a copolyamic acid 
solution was obtained. In the above reactions, the reaction temperature was 5 to 10°C, with dry nitrogen gas 

50 being used to treat the PDMA and to fill the reaction system. A copolyimide film was obtained following the 
same procedures as in Example 1. The properties of this film are summarized in Table 1. 



Example 4 

A copolyimide film was obtained following the same procedures as in Example 1, except that 12.02 g of 
the ODA. 16.38 g of the PMDA, and 1.62 g of the P-PDA were used. The properties of this film are 
summarized in Table 1 . 
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Example 5 

A copolyimide film was obtained following the same procedures as in Example 3, except that 6.06 g of 
the P-PDA, 18.33 g of the PMDA. and 5.61 g of the ODA were used. The properties of this film are 
s summarized in Table 1. 

Example 6 

io 33.88 g of acetic anhydride and 5.32 g of pyridine were added to the polyamic acid solution obtained 

by use of the method of Example 2. 

The polyamic acid solution composition was casted and coated on a glass plate, and dried at about 

100°C for approximately 10 minutes. The resultant self-supporting film was peeled off the plate and was 

fixed to a support frame. The film was then heated at about 200 °C for approximately 10 minutes, and at 
is about 300°C for approximately 20 minutes, resulting in a polyimide film having a thickness of 15 to 25 urn. 

The properties of this film are summarized in Table 1. 



Example 7 

20 

2.43 g of P-PDA were charged in a 500-ml four-neck flask, and 135.00 g of N,N-dimethyl acetamide 
were added thereto to dissolve the P-PDA. Meanwhile, 3.92 g of the PMDA were charged in a 100-ml 
eggplant type flask and added in solid form to the P-PDA solution. The resultant solution was stirred for one 
hour, to obtain an amic acid prepolymer of amino group terminals. 18.03 g of the ODA were charged in a 

25 50-ml eggplant flask and were added in solid form to the amino group terminal amic acid prepolymer 
solution, and the solution was sufficiently stirred until the solid ODA was completely dissolved. 20.62 g of 
the additional PMDA were charged in a 100-ml eggplant flask and were added in solid form to the reaction 
system (i.e.. the four-neck flask). Subsequently, the solution was stirred for one hour, whereby a copolyamic 
acid solution was obtained. The reaction temperature was 5 to 10°C. In the reactions described above, dry 

30 nitrogen gas was used to treat the PMDA and to fill the reaction system. 

A copolyimide film was prepared from the copolyamic acid solution, following the same procedures as 
in Example 1 . The properties of this film are summarized in Table 1 . 



35 Example 8 

15.47 g of the ODA were charged in a 500-ml four-neck flask, and 255.00 g of N.N-dimethylacetamide 
were added thereto to dissolve the ODA. Meanwhile. 16.01 g of the PMDA were charged in a 100-ml 
eggplant flask and were added in solid form to the ODA solution. The solution was stirred for one hour, to 

40 obtain an amic acid prepolymer of amino group terminals. 4.19 g of the P-PDA were charged in a 50-ml 
eggplant flask and were added in solid form to the amino group terminal amic acid prepolymer solution. 
The solution was sufficiently stirred until the solid P-PDA was completely dissolved. 9.34 g of the additional 
PMDA were charged in a 100-ml eggplant flask and were added in solid form to the reaction system (i.e.. 
the four-neck flask). The solution was stirred for one hour, whereby a copolyamic acid solution was 

45 obtained. The reaction temperature was kept at 5 to 10°C. In the above reactions, dry nitrogen gas was 
used to treat the PMDA and to fill the reaction system. 

47.39 g of acetic anhydride and 9.17 g of pyridine were added to the resultant copolyamic acid solution, 
and the mixtrue thoroughly stirred. Following the same procedures as in Example 1 , a copolyimide film was 
prepared from the copolyamic acid solution. The properties of this film are summarized in Table 1 . 

50 

Example 9 

12.11 g of the ODA were charged in a 500-ml four-neck flask, and 255.00 g of N.N-dimethylacetamide 
ss were added to dissolve the ODA. Meanwhile. 11.88 g of the PMDA were charged in a 100-mt eggplant 
flask and were added in solid form to the ODA solution. The resultant solution was kept stirred for one hour, 
to obtain an amic acid prepolymer of amino group terminals. 6.53 g of the P-PDA were charged in a 50-m I 
eggplant type flask and were added in solid form to the amino group terminal amic acid prepolymer 
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solution, and the resultant solution was sufficiently stirred until the added P-PDA was completely dissolved. 
14.49 g of the additional PMDA were charged in a 100-ml eggplant type flask and were added in solid form 
to the reaction system (i.e.. the four-neck flask). The resultant solution was kept stirred for one hour, 
whereby a copolyamic add solution was obtained. The reaction temperature was kept at 5 to 10°C. In the 

5 above reactions, dry nitrogen gas was used to treat the PMDA and to fill the reaction system. 

The resultant copolyamic acid mixture solution was flowed and coated on a glass plate, and dried at 
about 100°C for 60 minutes. The copolyamic acid film was then peeled off the glass plate and fixed to a 
support frame. Thereafter, the film was heated at about 150°C for approximately 30 minutes, and at about 
300° C for 60 minutes, to perform dehydration and ring closing, whereby a copolyimide film having a 

io thickness of 15 to 25 um was obtained. The properties of this film are summarized in Table 1. 



Example 10 

15 6.53 g of the P-PDA were charged in a 500-m t four-neck flask, and 255.00 g of N.N-dimethylacetamide 
were added to dissolve the P-PDA. Meanwhile, 11.86 g of the PMDA were charged in a 100-ml eggplant 
type flask and were added in solid form to the P-PDA solution. The resultant solution was kept stirred for 
one hour, to obtain an amic acid prepolymer of amino group terminals. 12.1 1 g of the ODA were charged in 
a 50-mt eggplant type flask and were added in solid form to the amino group terminal amic acid 

20 prepolymer solution, and the resultant solution was sufficiently stirred until the added ODA was completely 
dissolved. 14.51 g of the additional PMDA were charged in a 100-mt eggplant type flask and were added in 
solid form to the reaction system (i.e., the four-neck flask). The resultant solution was kept stirred for one 
hour, whereby a copolyamic acid solution was obtained. The reaction temperature was kept at 5 to 10°C. In 
the above reactions, dry nitrogen gas was used to treat the PMDA and to fill the reaction system. 

25 The resultant copolyamic acid mixture solution was casted and coated on a glass plate, and dried at 
about 100°C for 60 minutes. The copolyamic acid film was then peeled off the glass plate and fixed to a 
support frame. Thereafter, the film was heated at about 150°C for approximately 10 minutes, at about 
200°C for approximately 60 minutes, and at about 300°C for 60 minutes, to perform dehydration and ring 
closing, whereby a copolyimide film having a thickness of 1 5 to 25 um was obtained. The properties of this 

30 film are summarized in Table 1 . 



Example 11 

35 8.42 g of the ODA were charged in a 500-m t four-neck flask, and 255.00 g of N.N-dimethylacetamide 
were added thereto to dissolve the ODA. Meanwhile, 4.59 g of the PMDA were charged in a 100-mt 
eggplant type flask and were added in solid form to the ODA solution. The resultant solution was kept 
stirred for one hour, to obtain an amic acid prepolymer of amino group terminals. 9.09 g of P-PDA were 
charged in a 50-mt eggplant type flask and were added in solid form to the amino group terminal amic acid 

40 prepolymer solution, and the solution was sufficiently stirred until the added P-PDA was completely 
dissolved. 22.91 g of the additional PMDA were charged in a 100-mt eggplant type flask and were added 
to the above solution, and the resultant solution was kept stirred for one hour, whereby a copolyamic acid 
solution was obtained. The reaction temperature was kept at 5 to 10°C, and dry nitrogen gas was used to 
treat the PMDA and to fill the reaction system. 

45 Following the same procedures as in Example 1. a copolyimide film was prepared from the resultant 
copolyamic acid solution. The properties of this film are summarized In Table 1. 



Example 12 

50 

6.45 g of the ODA were charged in a 500-m t four-neck flask, and 255.00 g of N.N-dimethylacetamide 
were added thereto to dissolve the ODA. Meanwhile, 6.32 g of the PMDA were charged in a 100-mt 
eggplant type flask and were added in solid form to the ODA solution. The resultant solution was kept 
stirred for one hour, to obtain an amic acid prepolymer of amino group terminals. 10.44 g of P-PDA were 
55 charged in a 50-mt eggplant type flask and were added in solid form to the amino group terminal amic acid 
prepolymer solution, and the solution was sufficiently stirred until the added P-PDA was completely 
dissolved. 21.79 g of the additional PMDA were charged in a 100-ml eggplant type flask and were added in 
solid form to the above reaction system (the four-neck flask), and the resultant solution was kept stirred for 

9 

Patent provided by Sughrue Mion, PLLC - http://www.sughrue.com 



0 276 405 



one hour, whereby a copolyamic acid solution was obtained. The reaction temperature was kept at 5 to 
10°C, and dry nitrogen gas was used to treat the PDMA and to fill the reaction system- 
Following the same procedures as in Example 1 . a copolyimide film was prepared from the resultant 
copolyamic acid solution. The properties of this film are summarized in Table 1 . 



Comparative Example 1_ 

21.54 g of the ODA were charged in a 500-ml four-neck flask, and 245.00 g of N.N-dimethylacetamide 
w were added thereto to dissolve the ODA. Meanwhile. 23.46 g of the PMDA were charged in a 100-ml 
eggplant type flask and were added in solid form to the ODA solution. The PMDA attached to the inner wall 
surface of this 100-mt eggplant type flask was dissolved in 10.00 g of N.N-dimethylacetamide. and this 
solution was poured into the reaction system (i.e., the four neck flask). The resultant solution was kept 
stirred for one hour, whereby a poiyamic acid solution was obtained. The reaction temperature was kept at 
;s 5 to 10°C. and dry nitrogen gas was used to treat the PDMA and to fill the reaction system. 

Following the same procedures as in Example 1. a polyimide film was prepared from the resultant 
poiyamic acid solution. The properties of this film are summarized in Table 1. 



20 Comparative Example 2 

4.35 g of the P-PDA and 8.07 g of the ODA were charged in a 500-ml four-neck flask, and 160.00 g of 
N.N-dimethylacetamide were added thereto to dissolve the P-PDA and the ODA. 17.58 g of the PMDA were 
reacted following the same procedures as in Comparative Example 1 . whereby a copolyamic acid solution 
25 was produced by random coppolymerization. The PMDA attached to the inner wall surface was dissolved in 
10.00 g of N.N-dimethylacetamide, and the resultant solution was poured into the reaction system (i.e. the 
four neck flask). 

Following the same procedures as in Comparative Example 1. a copolyimide film was prepared from 
the poiyamic acid solution. The properties of this film are summarized in Table 1. 



Comparative Example 3 

6.96 g of the P-PDA and 4.30 g of the ODA were charged in a 500-mt four-neck flask, and 160.00 g of 
35 N.N-dimethylacetamide were added thereto to dissolve the P-PDA and the ODA. 18.73 g of the PMDA were 
caused to react with what following the same procedures as in Comparative Example 1. whereby a 
copolyamic acid solution was obtained by random copolymerization. The PMDA attached to the inner wail 
surface was dissolved in 10.00 g of N.N-dimethylacetamide, and the resultant solution was poured into the 
reaction system (i.e. the four neck flask). 
40 Following the same procedures as in Comparative Example 1, a copolyimide film was prepared from 
the poiyamic acid solution. The properties of this film are summarized in Table 1 . 



Comparative Example 4 

45 

21.54 g of the ODA were charged in a 500-mt four-neck flask, and 245.00 g of N.N-dimethylacetamide 
were added thereto to dissolve the ODA. Meanwhile, 23.46 g of the PMDA were charged in a 100-ml 
eggplant type flask and were added in the solid form to the ODA solution. The PMDA attached to the inner 
wall surface of this 100-ml eggplant type flask was dissolved in 10.00 g of N.N-dimethylacetamide and the 
so resultant solution was poured into the reaction system (i.e., the four neck flask). The solution was kept 
stirred for one hour, whereby poiyamic acid solution (!) was obtained. 

14.91 g of the P-PDA were charged in an another 500-ml four-neck flask, and 245.00 g of N.N- 
dimethylacetamide were added thereto to dissolve the P-PDA. 30.09 g of the PMDA were reacted following 
the same procedures as described above, whereby poiyamic acid solution (II) was obtained. In ail the above 
55 reactions, the reaction temperature was kept at 5 to 10°C. and dry nitrogen gas was used to treat the 
PMDA and to fill the reaction system. 

112.35 g of poiyamic acid solution (I) were poured into an another 500-ml four-neck flask, and 87.65 g 
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of polyamic acid solution (II) were added thereto and mixed. The mixture was kept stirred at 5 to 10°C for 
about 10 minutes in the presence of dry nitrogen gas. 

Following the same procedures as in Example 1 . a polyimtde film was prepared from the polyamic acid 
mixture solution. The properties of this film are summarized in Table 1 . 
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Claims 

1. A copolyimide containing units represented by formulas (I) and (II): 




(wherein R 0 is an aromatic tetracarboxylic residue) and is prepared by use of a method comprising the 
steps of: 

(a) synthesizing an amic acid prepolymer of acid anhydride group terminals or amino group 
terminals, by reacting an aromatic tetracarboxylic dianhydride with a diamine containing 4.4'- 
diaminodiphenyl ether and/or paraphenylene diamine at a nonequimolar ratio; 

(b) synthesizing polyamic acid by using the amic acid prepolymer as part or all of the diamine or the 
acid anhydride; and 

(c) synthesizing the poiyimide by dehydrating the polyamic acid. 

2. A copolyimide according to claim 1 , characterized in that a molar ratio of the aromatic tetracarboxylic 
dianhydride in step (a) is lower than that of the diamine used in step (a). 

3. A copolyimide according to claim 2, characterized in that an amount of the diamine used in step (a) 
is 10 to 90 mol% of the diamine used in steps (a) to (c), and an amount of the aromatic tetracarboxylic 
dianhydride used in step (a) is 40 to 99 mol% of the diamine used in step (a). 

4. A copolyimide according to claim 1 , characterized in that the molar ratio the aromatic tetracarboxylic 
dianhydride used in step (a) is higher than that of the diamine used in step (a). 

5. A copolyimide according to claim 1, characterized in that the diamine used in step (a) is 4,4'- 
diaminodiphenyl ether. 

6. A copolyimide according to claim 1. characterized in that the diamine used in step (a) is 
paraphenylene diamine. 

7. A copolyimide according to claim 1 , characterized in that a total molar ratio of the unit represented 
by formula (I) to the unit represented by formula (I!) is 1/9 to 9/1. 

8. A copolyimide according to claim 1 , characterized in that the aromatic tetracarboxylic dianhydride is 
pyromellitic dianhydride. 

9. A copolyimide according to claim 1. characterized in that dehydration in step (c) is thermal or 
chemical dehydration. 

10. A copolyamic acid containing units represented by formulas (III) and (IV): 




(III) 



(IV) 



(wherein R 0 is an aromatic tetracarboxylic residue) and is prepared by use of a method comprising the 
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steps of: 

(a) synthesizing an amic acid prepolymer of acid anhydride group terminals or amino group 
terminals, by reacting an aromatic tetracarboxylic dianhydride with a diamine containing 4.4'- 
diaminodiphenyl ether and/or paraphenylene diamine at a nonequimolar ratio; and 

(b) synthesizing polyamic acid by using the amic acid prepolymer as part or ail of the diamine or the 
acid anhydride. 

11. A method of preparing a copolyimide containing units represented by formulas (I) and (II): 



(I) 





(ID 



(wherein R e is an aromatic tetracarboxylic residue) comprising the steps of: 

(a) synthesizing an amic acid prepolymer of acid anhydride group terminals or amino group 
terminals, by reacting an aromatic tetracarboxylic dianhydride with a diamine containing 4,4'- 
diaminodiphenyl ether and/or paraphenylene diamine at a nonequimolar ratio: 

(b) synthesizing polyamic acid by using the amic acid prepolymer as part or all of the diamine or the 
acid anhydride: and 

(c) synthesizing the polyimide by dehydrating the polyamic acid. 

12. A method of preparing a copolyamic acid containing units represented by formulas (III) and (IV): 





NHCO— £q— CONH ( HI ) 

HOOC COOH 



— CONH— (IV) 
COOH 

(wherein Ro is an aromatic tetracarboxylic residue) comprising the steps ot 

(a) synthesizing an amic acid prepolymer of acid anhydride group terminals or amino group 
terminals, by reacting an aromatic tetracarboxylic dianhydride with a diamine containing 4,4'-dia- 
minodiphenyl ether and/or paraphenylene diamine at a nonequimolar ratio; and 

(b) synthesizing polyamic acid by using the amic acid prepolymer as part or ail of the diamine or the 
acid anhydride. 
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